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PROCESSES             Move the graver firmly and evenly.   Remove

Carving                 only a small layer of metal at a time; the lines

and surfaces may be gone over several times to
get the desired depth or width.
Rub the carved line during the carving with an
ink eraser to make the carved line or surface
stand out more clearly.
Remove any deep scratches with a scotch stone.

Outline the design with an onglette graver.

Cut against this line to remove the background

with a flat graver; when the tool reaches this

line the metal should chip off, leaving a crisp

line.

Deepen the outline.

Cut away more of the background as before.

Repeat the above until the desired depth has

been reached and the design stands out in relief.

Removing             Warm the metal and shellac slightly and re-

the                        move the article; sometimes the piece can be

Article                  pried off without heating.

from the               Soak the article in alcohol if any shellac re-

Shellac                  mains on the surface of the metal,

Stick

FINISHING

Removing             Remove the marks of the graver from the back-

the                        ground with a riffle file; when tool marks add

Tool                     to the design they should be left

Marks                   Rub the surface of the metal with a scotch stone

p. 71                     to remove the marks of the file.  Dip the scotch

stone in water during this operation.

Buffinj                 Buff lightly with tPpoli and bfistJe buffing

Wheel,